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PROCESSES

Preparing for

Firing

p. 131

Firing

p. 132

Repairing

p. 134

Recharging

and

Refiring

p. 132

Finishing

Prepare the piece for firing.

Fire the enamel until it fuses.

Remove any flaws which occur in the enameled

surface.

Recharge and refire.

The piece may have to be recharged and refired

several times to get a smooth surface or the

desired depth of color.

Finish the enameled surface.
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PLIQUE A JOUR ENAMEL

Plique a jour enamel is the name given to enamel set in wire
filigree or pierced metal sheet which forms a fretwork for the
enamel and remains a part of the design in the finished piece.
When held to the light it has the appearance of stained glass sur-
rounded by metal frames.

The following metal sheet or oblong wire and enamel are
required:

Silver or gold sheet, 18- to 20-gauge

Copper sheet, 16- to 18-gauge

Oblong wire

Transparent enamel

PROCESSES

Annealing
p. 18
Wire
Drawing
p. 9<5

Anneal the wire.

Draw the flat wire through the round draw
plate to curve the edges slightly to form a slight
hollow, This acts as a key to hold the